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(54) ELECTRIC FURNACE 

(57) This invention provides an electric furnace 
comprising: 

a heating element which is a hollow element made 
of a lanthanum chromite ceramic and opened at 
both ends; 

a heat-insulating material laid outside the heating 
element; and 

) a hollow ceramic member placed in the empty 

space in the interior of the heating element 
said heating element having, at both ends, terminal 
portions which are larger in the cross-sectional 
area of the ceramic on a plane perpendicular to the 
) longitudinal direction of the dement than a central 

portion of the element, high-temperature electrodes 
and metallic lead wires being attached to the termi- 
nal portions, the portion between the terminal por- 
tions being used as a heat-generating portion, and 
the empty space in the interior of the hollow 
ceramic member being used as an effective heating 
chamber. The electric furnace of the invention is of 
a small size, stably usable even at a high tempera- 
▼7 ture of not lower than 1 400°C, superior in durability 
^ and handleability and economically advantageous. 
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Description 

Field of the Invention 

5 The present invention relates to an electric furnace which can be used stably even at a high temperature of not 
lower than 1 ,400°C and which is superior in durability. 

Background Art 

10 Electric furnaces are required to have various performance characteristics such as an ability to rapidly elevate the 
temperature, superior stability in a high-temperature oxidizing atmosphere, good durability against continuous use at 
high temperatures and against repeated increase and decrease of temperatures, a long length of soaking zone in a 
heating chamber, high handleabiltty and the like. 

Conventional electric furnaces equipped with resistance heating elements have the structure shown in FIG. 1 

75 wherein a plurality of cylindrical heating elements 12 are arranged around a furnace tube 13 used as a heating cham- 
ber, and wherein said heating elements are surrounded with a heat-resistant tube 14, heat-insulating layers 15 and 16 
and an external casing 1 7 in this order. 

However, the electric furnaces of this structure are adapted to indirectly heat the heating chamber by radiation of 
Joule heat from the cylindrical heating elements 12, and thus require a number of heating elements 12, involving a 

20 drawback of having a complicated structure and a great size as compared with the effective volume of the heating 
chamber. Such electric furnaces have posed problems such as poor durability due to low heating efficiency. Further, 
other problems exist in terms of the service life of heating elements and economy, because the constituent materials for 
electric furnaces have a large heat capacity and great electric power is required for heating to a predetermined temper- 
ature and in maintaining the temperature. 

25 

Brief Description of the Drawings 

FIG. 1 (A) is a longitudinal section of a conventional tubular electric furnace. FIG. 1 (B) is a cross-sectional view of 
the conventional tubular electric furnace. FIG. 2 (A) is a longitudinal section of the electric fomace of the present inven- 

$0 tion. FIG. 2 (B) is a cross-sectional view of the electric furnace of the invention. FIG. 3 is a longitudinal section of a heat- 
ing element to be used in the electric furnace of the invention. FIG. 4 shows cross-sectional views taken along the fine 
a-a' in FIG. 3. FIG. 5 shows cross-sectional views taken along the line b-b' in FIG. 3. FIG. 6 is a longitudinal section 
showing another example of the heating element to be used in the electric furnace of the invention. FIG. 7 is a longitu- 
dinal section showing an example of a heating element having electrodes and metallic lead wires fixed thereto. FIG. 8 

35 is a partially enlarged view showing an area A as a terminal portion in the heating element of FIG. 7. FIG. 9 (A) is a 
longitudinal section of another example of the electric furnace according to the invention. FIG. 9 (B) is a cross-sectional 
view of another example of the electric furnace according to the invention. FIG. 10 (A) is a longitudinal section of the 
electric furnace of Example 3. FIG. 10 (B) is a cross-sectional view of the electric furnace of Example 3. FIG. 1 1 (A) is 
a longitudinal section of the electric furnace of Example 4. FIG. 1 1 (B) is a cross-sectional view of the electric furnace 

40 of Example 4. In the drawings, reference numerals 1 and 2 designate a heating element and a terminal portion, respec- 
tively. Reference numerals 3, 3a and 3b designate heat-generating portions. An electrode for use at high temperatures 
(high-temperature electrode) is designated 4 and a metallic lead wire, 5. Designated 6 is a hollow ceramic member (fur- 
nace tube) and designated 7 is a heat-insulating material. Indicated at 8 is a boundary between the terminal portion and 
the heat-generating portion; at 9, a groove formed in the terminal portion for winding a metallic lead wire therein; at 10, 

45 a ceramic layer; at 1 1 , a sfit; at 1 2, a cylindrical heating element; at 1 3, a furnace tube; at 1 4, a heat-resistant tube; at 
15, a heat-insulating layer; at 16, a heat-insulating layer; and at 17, an external casing. 

Disclosure of th? Invention 

so A primary object of the present invention is to provide a small-size electric furnace which can be used stably even 
at a high temperature of not lower than 1 ,400°C, the furnace being superior in durability and handleabiiity and econom- 
ically advantageous. 

The present inventors conducted extensive research to overcome the foregoing problems and found the following. 
The inventors used, as a heating element a hollow lanthanum chromite ceramic element opened at both ends and hav- 
55 ing the following structure. The hollow ceramic dement has terminal portions at both ends, and the terminal portions 
are larger in the cross-sectional area of the ceramic than a central portion of the element High-temperature electrodes 
and metallic lead wires are attached to the terminal portions. When said heating element is used, the heating efficiency 
can be improved and the resulting electric furnace has a small-size, simplif ied structure. The electric furnace of ^ecrfic 
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construction proc Rising the heating element of sard structure is excelle* |ability, handleability and the like and 
economically benk ^/Further, when a lanthanum chromite ceramic having ^ ^ecific composition and specific prop- 
erties is used as the material for a heating element, an electric furnace of improved durability can be obtained. Based 
on these novel findings, the present invention was completed. 
5 The present invention provides an electric furnace comprising: 

a heating element which is a hollow element made of a lanthanum chromite ceramic and opened at both ends; 
a heat-insulating material laid outside the heating element; and 
a hollow ceramic member placed in the empty space in the interior of the heating element, 
10 said heating element having, at both ends, terminal portions which are larger in the cross-sectional area of the 
ceramic on a plane perpendicular to the longitudinal direction of the element than a central portion of the element, 
high-temperature electrodes and metallic lead wires being attached to the terminal portions, the portion between 
the terminal portions being used as a heat-generating portion, and the empty space in the interior of the hollow 
ceramic member being used as an effective heating chamber. 

15 

The electric furnace of the invention is described below with reference to the accompanying drawings. 
FIG. 2 shows sectional views illustrating an example of the electric furnace of the invention. 
In FIG. 2, the heating element 1 is a hollow element made of a lanthanum chromite ceramic and opened at both 
ends. The two end portions of the hollow element are larger in the cross-sectional area of the ceramic on a plane per- 

20 pendicular to the longitudinal direction of the element than the center portion thereof. These end portions are termed 
terminal portions 2. High-temperature electrodes 4 and metallic lead wires 5 are attached to the terminal portions 2. 
The portion between the terminal portions is used as a heat-generating portion 3. 

Since the empty space in the interior of the heating element 1 of such structure, i.e. a hollow lanthanum chromite 
ceramic element opened both ends, is utilized as a heating area, a single heating element can be used in place of a 

25 plurality of heating elements heretofore essentially used and can provide an electric furnace with a small-size, simplified 
structure. Because the temperature is higher in the empty space in the interior of the heating element 1 than on its 
external surface, and the hollow space is used as a heating area, electric power can be efficiently converted to heat. 
Due to this feature in addition to the small-size, simpfif ied structure, a maximum operating temperature of the electric 
furnace can be set at a higher level and the service life of electric furnace can be extended. Furthermore, since the 

30 empty space in the interior of the heating element 1 is used as a heating area, the internal temperature of the furnace 
is rendered more responsive to electric power and the durability against heat cycle is enhanced. 

In the heating element 1 , the two end portions are essentially used as the terminal portions 2. The terminal portions 
2 have a larger cross-sectional area of the ceramic on a plane perpendicular to the longitudinal direction of the element 
than the center thereof. Due to this structure, the terminal portion 2 is made lower in resistance than the central portion 

35 of the element as a heat-generating portion 3. Since the high-temperature electrodes 4 and the metallic lead wires 5 
are fixed to the terminal portions 2, the electrodes are prevented from exposure to high temperatures, whereby the 
materials for the electrodes 4 and metallic lead wires 5 are inhibited from degradation, resulting in improved durability 
of the electrodes 4 and metallic lead wires 5. consequently in enhanced durability of the heating element 1 , namely the 
electric furnace. Conventional heating elements have terminal portions lowered in resistance due to the formation of 

40 terminal portions different in composition from the heat-generating portion. Such heating elements, however, have a 
drawback of showing low resistance to thermal shock because high thermal stress is caused owing to a difference in 
the coefficient of thermal expansion between the terminal portions and the heat-generating portion. In the present 
invention, as described above, the heating element is uniform in the composition, and the resistance of the heat-gener- 
ating portion and terminal portions can be varied by altering their shape, so that a high resistance to thermal shock is 

45 exhtoited because a difference in the coeff icient of thermal expansion is not involved. 

It is desirable that the empty space in the interior of the heating element 1 have a cross-sectional area of 1 to 2,000 
mm 2 on a plane perpendicular to the longitudinal direction of the element If the cross-sectional area of the empty space 
is less than 1 mm 2 , the electric furnace is not suitable for practical use, whereas if it is in excess of 2,000 mm 2 , the fur- 
nace would be likely to have an irregular internal temperature distribution, tending to become impaired in durability and 

60 other properties. 

The heating element 1 may be circular, angular or otherwise shaped in the cross section on a plane perpendicular 
to the longitudinal direction of the element. FIG. 3 shows, in longitudinal section, an example of said heating element 
FIG. 4 shows cross-sectional views of a terminal portion 2 in the heating element of FIG. 3, namely cross-sectional 
views taken along the line a-a' in FIG. 3. FIG. 4 (A) shows an example of a circular cross section and FIG. 4 (B), an 
65 example of an angular cross section. FIG. 5 shows cross-sectional views of a heat-generating portion 3 in the heating 
element 1 of FIG. 3, namely cross-sectional views taken along the line b-b' in FK3L 3. FIG. 5 (A) shows an example of 
a circular cross section and FIG. 5 (B), an example of an angular cross section. There exists a relation of S 2 >S 3 wherein 
S2 represents the sectional area of the terminal portion 2 shown in FIG. 4 and S3 represents the sectional area of the 
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s - > 

heat-generating portion 3 ^ p FIG 5. c r > 

The sectional area rat& ^ /S3 (sectional area of the ceramic of terminal portion ih Actional area of the ceramic 
of heat-generating portion 3) is preferably about 12-5:1, more preferably about 1 .5-3 : 1 . If the sectional area ratio is 
less than 1.2 : 1, the terminal portion 2 is not sufficiently low in resistance compared with the heat-generating portion 

5 3, whereas if the sectional area ratio is in excess of 5 : 1 , the external dimensions of the terminal portion 2 are too large, 
resulting in lower heating efficiency and in an oversize shape of electric furnace. Hence the ratio outside said range is 
undesirable. The external dimensions of the heat-generating portion in the heating element are properly set according 
to the design of the electric furnace so as to give a thickness of about 0.5 to about 1 0 mm. 

Preferably a boundary 8 between the terminal portion 2 and the heat-generating portion 3 has a sectional shape 

10 gradually diminishing from the terminal portion 2 toward the heat-generating portion 3 as shown in FIG. 3 and FIG. 6 to 
avoid an abrupt change of resistance value, but its sectional area is not limited to such shape. 

The external dimensions of the heat-generating portion 3 in the heating element 1 need not be constant. The cross- 
sectional area of the ceramic of the heat-generating portion 3 on a plane perpendicular to the longitudinal direction may 
be partly varied in the range in which it is smaller than the cross-sectional area of the ceramic of the terminal portion 2 

15 on a plane perpendicular to the longitudinal direction. FIG. 6 shows, in longitudinal section, an example of such heating 
element. The heating element 1 shown in FIG. 6 has a heat-generating portion 3a having a sectional area S3 a within 
the range of S 2 >S 3a >S3 b wherein is the sectional area of the terminal portion 2 and is the sectional area of the 
heat-generating portion 3b. When a heating element of such shape is used, the temperature distribution in the electric 
furnace is improved, resulting in an extended length of soaking zone wherein the temperature distribution is substan- 

20 tially constant. The sectional area ratio of : S 3b in the heat-generating portion can be properly determined depend- 
ing on the design of the electric furnace, ff is far larger than high electric power is consumed in heating, 
ultimately affecting the service life of the electric furnace. Hence it is undesirable. The sectional area ratio of $z b : S 3a 
in the heat-generating portions 3b and 3a is preferably about 1:1.1-3, more preferably about 1 : 1 .3-2. The heat-gen- 
erating portion may have such slightly larger sectional area not only at one position but at plural positions depending on 

25 the design of the electric furnace. 

The heating element 1 is essentially made of a lanthanum chromite ceramic (LaCr0 3 ) which is stable in a high-tem- 
perature oxidizing atmosphere. Because of this feature, the heating element 1 can be used in an electric furnace oper- 
ative at a high temperature of not lower than 1,400°C. 

In the heating dement 1 made of a lanthanum chromite ceramic, Cr is evaporated off at a high temperature due to 

30 surface diffusion. With an increase of porosity, the evaporation amount rises and the heating element 1 becomes less 
durable. Thus the porosity is preferably 1 0% or less, more preferably 8% or less. 

The lanthanum chromite ceramic as the material for the heating element 1 is used preferably in the form of a sin- 
tered product represented by the formula 

35 LaLACri^MgyAI^ 

wherein A is at least one of Ca and Sr, 03c£0.12, 0£y£0.20, 0<z£0.50, 0.005£x+y30.20 and 0.03£y+z£0.50. A heating 
element of such lanthanum chromite ceramic has more improved durability. 

The ceramic represented by said formula is a substitutional soGd solution wherein La is partly substituted with an 

40 A component (at least one of Ca and Sr) or Cr is partly substituted with Mg, or wherein La is partly substituted with an 
A component and at the same time Cr is partly substituted with Mg. The ceramic having such composition is imparted 
a high degree of sinterability and high electroconductivity sufficient to directly send an electric current at room temper- 
ature However, if there is an excessive increase in a value x (substitution amount of A component), tetravalent Cr is 
increased, whereby the vaporization of Cr at a high temperature is intensified, leading to more pollution of internal fur- 

45 nace and to more degradation of heating element Hence it is undesirable. To avoid this problem, a value x is within the 
range of 0^0.12, preferably 0.005^0.08, more preferably 0.01^0.05. Mg as well as A component contrbutes to 
improvements in electroconductrvfty and degree of sinterability. When A component exists in a large amount, y=0 is 
within a proper limit Yet, when x=0 or a value x is very small, y>0 is preferred to assure electroconductivity. When a 
value y is in excess of 02, a single phase of perovskite structure is not formed. Hence it is undesirable. Therefore, the 

so value y is within the range of 0£y£0.20, preferably 0£y30.10. The total substitution amount of A component and Mg is 
within the range of 0.005£x+y£0.20. preferably 0.01 ^x+y^0.1 5. When x+y is less than 0.005, sufficient degree of sinter- 
ability and electroconductivity can not be insured. On the other hand, when x+y is more than 0.20, the evaporation of 
Cr at a high temperature is intensified and the heating element is given too high elec&rx»nductivrty, whereby a low-volt- 
age, high current-driving heating element is provided, posing a new problem of locally evolving heat if the contact resist- 

65 ance is not held low between the electrodes and the metallic lead wires and if the wiring resistance of metallic lead wires 
or the like is not kept bw. Hence it is undesirable 

In the ceramic of said formula, A! is effective to improve the degree of sinterability and to decrease the porosity, and 
a value z, which is the substitution amount of Al, is 0<z<30.50, preferably 0.02^0.40, more preferably 0.03^z^0.30. 
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When a value z t> |e 0.50, the electroconductivity is markedly lowered * \i resistance Is decreased. Hence it 
is undesirable, iv. .£tal substitution amount of Mg and Al is within \ Jhge of 0.03*y+z30.50, preferably 
0.05<;y+ziS0.40. When y+z is less than 0.03, the degree of sinterability and the electroconductivity are not effectively 
improved. On the other hand, in the case of over 0.50, the heat resistance and the electroconductivity are reduced. 

5 Hence it is undesirable. 

In the present invention, it is more preferable that the heating element 1 be made of a sintered product represented 
by the formula La^ACri-y-zMgyAI^, the sintered product having a porosity of 1 0% or less. This is because such sin- 
tered product shows good durability. 

The sintered product of the formula Lai-A^i-y-zMQy^zOa m ay be in the form of a substitutional solid solution 

10 wherein 1 to 35 mole% of La is substituted with at least one of yttrium and rare earth elements of atomic numbers 58- 
71. A sintered product of such composition shows a high degree of sinterability and is free from marked decrease of 
heat resistance and electroconductivity. 

Further, the heating element 1 is preferably at least 8 kgtfmm 2 , more preferably at least 10 kgf/mm 2 . in bending 
strength at room temperature. When the heating element 1 is made of a sintered product represented by the formula 

is Lai-A Cr i-y-2 M 9yAl z 0 3l the sintered product having a porosity of 10% or less and a bending strength of at least 8 
kgtfmm 2 the durability against heat cycle is improved even when the temperature is elevated and lowered in a short 
time, and the potential pollution of an object to be heated is alleviated because the vaporization of the heating element 
1 is inhibited. Accordingly the heating element 1 is given an extended duration of life. 

In the present invention, the high-temperature electrodes 4 and metallic lead wires 5 are essentially fixed to the ter- 
se minal portion 2. The electrodes 4 and metallic lead wires 5 may be made of any of conventional materials heretofore 
used for electric furnaces, such as gold, silver and the like, preferably metallic materials having a high melting point, e.g. 
platinum, rhodium, platinum/rhodium alloys, etc. When such metallic material having a high melting point is used, not 
only the duration of life can be prolonged, but also it becomes less necessary to partly expose the electrodes and ter- 
minal portion to an external environment as in conventional electric furnaces, and the length of the terminal portion can 

25 be shortened, thereby appreciably enhancing the thermal shock resistance of the heating element 

The methods of fixing the electrodes 4 and the metallic lead wires 5 are not specifically limited. The electrodes 4 
and the metallic lead wires 5 can be f ixed to the terminal portion 2 by conventional methods in a manner to impart a 
stable fixation and the lowest possible resistance. FIG. 7 is a longitudinal section showing an example of a heating ele- 
ment having electrodes 4 and metallic lead wires 5 fixed thereto. FIG. 8 is a partially enlarged view of an area A shown 

30 as the terminal portion in FIG. 7. In the illustrated heating element 1 . a groove 9 for winding a metallic lead wire therein 
is formed in the terminal portion 2. A paste of a material for the electrodes 4 is applied to the outer peripheral surface 
of the terminal portion 2 including the groove 9 and also to the end surface thereof, and then the metallic lead wire 5 is 
wound in the groove 9 to which the paste for the electrodes 4 is again applied, followed by sintering the material for the 
electrode. According to such fixing method, the electrodes 4 and the metallic lead wires 5 can be kept properly adhering 

35 to the terminal portions 2 while showing a lower contact resistance, and the metallic lead wires can be stably fixed, so 
that an extended duration of life can be imparted to the heating element. The foregoing method of fixing the electrodes 
4 and the metallic lead wires 5 can be applied to the heating element having any of shapes such as shown in FIGS. 3 
and 6. The electrodes 4 are not necessarily formed on the outer peripheral surface of the terminal portion 2 and the end 
surface thereof in their entirety. The ambit for forming the electrodes can be appropriately determined such that the 

40 metallic lead wires can be stably fixed according to the shape of the terminal portion 2 and that the contact resistance 
and the wiring resistance are minimized. 

A hollow ceramic member 6 is placed in the empty space in the interior of the heating element 1 . The empty space 
in the interior of the hollow ceramic member 6 is used as an effective heating chamber. 

The hollow ceramic member 6 is the so-called furnace tube. An object to be heated is inserted into the furnace 

45 tube, whereby the object to be heated can be prevented from pollution by a vapor evolved from the heating element 1 . 
The hollow ceramic member 6 may have various sectional shapes such as a circular or angular sectional shape on a 
plane perpendicular to the longitudinal direction of the member 6. The thickness of the hollow ceramic member 6 may 
be properly selected over the range of about 0.2 to about 5 mm depending on the design of the electric furnace. Also 
the length of the hollow ceramic member 6 can be property selected and for example, may be the same length as or 

so longer than, the heating element 1 depending on the design of the electric furnace. The external dimensions of the hol- 
low ceramic member 6 may be properly determined according to the design of the electric furnace. While the hollow 
ceramic member 6 may be brought into contact with the heating element 1 , the member 6 out of contact with the heat- 
generating portion 3 more effectively inhibits the pollution of an object to be heated. 

The hollow ceramic member 6 can be produced from ceramics heretofore used for furnace tubes of electric fur- 

55 naces. There is no specific limitation on the purity and relative density of ceramics to be used. However, it is desirable 
to use alumina, muinte. spinel, stabilized zirconia (at least 95% in the purity of a mixture including a stabilizer), magne- 
sia or yttria which have a purity of at least 95% and a relative density of at least 93%. The hollow ceramic member 6 
made of these materials have more enhanced heat resistance, can be kept from undergoing a reaction with the heating 
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element 1 and can moree |y inhibit the pollution of an object to be heated. Usetj : ;mics are preferably those 
having a purity of at least S . . Jtd a relative density of at least 95%, more preferably V A having a purity of at least 
99%. 

The heating efficiency of the electric furnace can be increased when the heating element 1 is exteriorly covered 

5 with the heat-insulating material 7. Further, in the electric furnace of the present invention, the heating element 1 has 
the terminal portions 2 larger in the cross-sectional area than the heat-generating portion 3, so that an opening may be 
formed between the heat-generating portion 3 and heat-insulating material 7 depending on the structure of the electric 
furnace, thereby enhancing the heat-insulating effect. Useful heat-insulating materials are not specifically limited and 
include conventional heat-insulating materials such as refractory brick, refractory heat-insulating brick, castable refrac- 

10 tories, moldings of ceramic fibers, etc. There is no specific restriction on the kind of components useful for heat-insulat- 
ing materials, but it is preferred to use an alumina component, alumina/silica component zirconia component and so 
on. If these components are used, a reaction can be inhibited between the heat-insulating material component and the 
heating element 1. Since ceramic fiber moldings are superior in heat-insulating property and small in heat storage 
quantity, they can reduce the electric power to be consumed in heating the electric furnace, giving an extended duration 

is of life to the heating element 1 . Depending on the design of the electric furnace, the specific requirements for the heat- 
insulating material 7 are determined as to the kind of material, purity, bulk density, heat conductivity, coefficient of ther- '"') 
mal expansion, form, shape, etc. The heat-insulating material to be used is not limited to one kind, but a plurality of insu- 
lating materials can be used in combination. 

FIG. 9 shows sectional views illustrating another example of the electric furnace according to the present invention. 

20 In the electric furnace illustrated in FIG. 9, a ceramic layer 10 is formed between the heating element 1 and the 
heat-insulating material 7. This structure more inhibits a reaction between the heat-insulating material 7 and the heating 
element 1 . Especially when a molded product of ceramic fibers which is brittle is used as the heat-insulating material 7, - 
a reaction can be prevented more effectively between the fiber component and the heating element 1 by forming a 
ceramic layer 10 between the heating element 1 and the heat-insulating material 7. The ceramic layer 1 0 can be formed 

25 by inserting for example a hollow ceramic member between the heating element 1 and the heat-insulating material 7, 
said ceramic layer being one produced from the same material as used for the hollow ceramic member 6 serving as the 
furnace tube. 

For entry of an object to be heated, a hole or a slit may be formed over part of the length or the entire length of the 
heat-insulating material 7 (which includes the ceramic layer 10. if formed between the heating element 1 and the heat- 
30 insulating material 7), the heating element 1 and the hollow ceramic member 6 housed therein. If such hole or slit is 
formed, an object to be heated may be easily inserted into or withdrawn from the heating chamber. In this case, the 
electric furnace has a structure which is superior in handleabilrty 

According to the present invention, the following remarkable results can be obtained. 

35 (1) The electric furnace is operative at high temperatures and has an extended duration of life. 

(2) The electric furnace has a snail-size, simplified structure. 

(3) The heating efficiency is high and the required electric power consumption can be reduced. 

(4) The entire length of the electric furnace can be shortened and further the length of soaking zone can be 

extended. ) 
40 (5) The pollution of an object to be heated can be prevented 

Best Mode for Carrying Out the Invention 

Examples are given below to illustrate the present invention in more detail with reference to the accompanying ) 
45 drawings. 

Example 1 

In the electric furnace shown in FIG. 2, a hollow lanthanum chromite ceramic element was used as a heating ele- 
50 ment 1 . The hollow ceramic dement had the composition and properties shown in Table 1 and measured 5 mm in the 
inside diameter, 9 mm in the outer diameter of a terminal portion 2 (2.5 mm in the length), 7 mm in the outer diameter 
of a heat-generating portion 3 (23 mm in the length) and 30 mm in the entire length. Electrodes and metallic lead wires 
were fixed to the terminal portions 2 in the same manner as the mode shown in FIG. 7. Grooves of 1 .2 mm width and 
0.3 mm depth were formed at a position 0.5 mm inwardly away from both ends of the heating element 1. A platinum 
55 paste was applied to a portion (outer peripheral surface and end surface) extending over a distance of 2 mm from both 
ends of the heating element 1 . A platinum wire of 0.5 mm diameter and 12 cm length was wound two-fold on the plati- 
num layer, a platinum paste was further applied to the wound wire, and the layers were baked at 1,300°C to provide 
high-temperature electrodes 4 and metallic lead wires 5. Into the empty space In the interior of the heating element 1 
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was inserted an & f £ hollow ceramic member 6 having a purity of 99.5T Native density of 97% (hereinafter 
referred to as "turn, ytube") (with an outer diameter of 4.5 mm, an inside o. .... Jr of 2 mm and a length of 40 mm). 
Heat-insulating alumina refractory brick was laid as a heat-insulating material 7 outside the heating element 1 , the brick 
having a purity of 98% and a bulk density of 1 .4 g/cm 3 and measuring 30 mm in the width, 30 mm in the height and 30 
mm in the length, said brick including a through hole of 9.5 mm diameter in the center. An alumina paste was applied 
to both ends of the furnace tube 6, the heating element 1 and the heat-insulating material 7, respectively. Then the 
paste layer thus applied was sintered at 1 ,500°C to fix the components, whereby an electric furnace was produced. 

Example 2 
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An electric furnace was produced in the same manner as in Example 1 except for the following changes, in the 
electric furnace shown in FIG. 9, a hollow alumina ceramic member 10 having a purity of 99.S% and a relative density 
of 97% (with an outer diameter of 1 1 mm, an inside diameter of 9.5 mm and a length of 30 mm) was placed outside the 
heating element 1. Outside said member 10, a molded product of a-alumina fibers having a purity of 95% and a bulk 
is density of 0.7 g/cm 3 was fitted as a heat-insulating materia! 7 (the molded product measuring 30 mm in the width, 30 
mm in the height and 30 mm in the length and having a through hole of 1 1 mm dameter in the center). Electrodes and 
metallic lead wires were fixed in the same manner as in Example 1. 



Example 3 
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An electric furnace was produced in the same manner as in Example 2 except for the following change. In the elec- 
tric furnace shown in FIG. 1 0, a hollow lanthanum chromite ceramic element was used as a heating element 1 . The hol- 
low element measured 5 mm in the inside diameter, 9 mm in the outer diameter of a terminal portion 2 (2.5 mm in the 
length), 8 mm in the outer diameter of a heat-generating portion 3a (7 mm in the length), 7 mm in the outer diameter of 
26 a heat-generating portion 3b (3.5 mm in the length) and 30 mm in the entire length. Electrodes and metallic lead wires 
were fixed in the same manner as in Example 1 . 

Example 4 

30 An electric furnace was produced in the same manner as in Example 3 except for the following changes. In the 
electric furnace shown in FIG. 1 1 , a heating element 1 was produced from a lanthanum chromite ceramic having the 
corrposition and the properties indicated in Table 1 . A sfit 1 1 of 1 mm width extending over the entire length was formed 
through all of a furnace tube 6 inserted in the empty space in the interior of a heating element 1 , the heating element 
1, an alumina pipe 10 laid outside the heating element 1 and a molded product 7 of alumina fibers. Electrodes and 

55 metallic lead wires were fixed in the same manner as in Example 1 . 

Example 5 

) The electric furnace shown in FIG. 1 0 was produced in the same manner as in Example 3 except for the following 

40 changes. A heating element 1 was produced from a lanthanum chromite ceramic having the composition and the prop- 
erties indicated in Table 1 . High-temperature electrodes 4 and metallic lead wires 5 were made of an alloy consisting of 
80% platinum and 20% rhodium. A furnace tube 6 to be placed into the empty space in the interior of the heating ele- 
ment 1 was made of spinel having a purity of 97% and a relative density of 96% 



4$ Example 6 

The electric furnace shown in FIG. 10 was produced in the same manner as in Example 5 except for the following 
changes. A heating element 1 was produced from a lanthanum chromite ceramic having the composition and the prop- 
erties indicated in Table 1 . A furnace tube 6 to be placed into the empty space in the interior of the heating element 1 

so was made of zirconia stabilized with Y2O3, the total content of zirconia and Y 2 0 3 being 99% and the stabilized zirconia 
having a relative density of 97%. A hollow alumina ceramic member 10 was laid outside the heating element 1, the 
member 1 0 having a purity of 99.5% and a relative density of 97% (with an outer diameter of 1 1 mm, an inside diameter 
of 9.5 mm and a length of 30 mm). A molded product of alumina/ silica ffoers having a bulk density of 0.5 g/cm 3 was 
fitted as a heat-insulating material 7 outside the layer 10. The molded product measured 30 mm in the width, 30 mm in 

55 the height and 30 mm in the length and had a through hole of 1 1 mm diameter in the center. 
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Example 7 J i 

^ / V 

The electric furnace shown in FIG. 10 was produced in the same manner as in. Example 3 except for the following 
changes. High-temperature electrodes 4 and metallic lead wires 5 were formed using a gold paste and gold wires of 1 .0 
5 mm diameter and 1 2 cm length. 

Example 8 

The electric furnace shown in FIG. 10 was produced in the same manner as in Example 5 except for the following 
10 change. A furnace tube 6 to be admitted into the empty space in the interior of a heating element 1 was made of alu- 
mina having a purity of 92.5% and a relative density of 92%. 

Example 9 

is The electric furnace shown in FIG. 10 was produced in the same manner as in Example 5 except for the following 
change. A furnace tube 6 to be placed into the empty space in the interior of a heating element 1 was made of mullite 
having a purity of 99.8% and a relative density of 96%. 

Example 10 

20 

The electric furnace shown in FIG. 10 was produced in the same manner as in Example 5 except for the following 
change. A furnace tube 6 to be placed into the empty space in the interior of a heating element 1 was made of yttria- 
stabilized zirconia having a purity of 97% and a relative density of 9S%. 

25 Example 11 

The electric furnace shown in FIG. 10 was produced in the same manner as in Example 5 except for the following 
change. A furnace tube 6 to be placed into the empty space in the interior of a heating element 1 was made of magnesia 
having a purity of 98.5% and a relative density of 95%. 

30 

Example 12 

The electric furnace shown in FIG. 10 was produced in the same manner as in Example 5 except for the following 
change. A furnace tube 6 to be placed into the empty space in the interior of a heating element 1 was made of yttria 
35 having a purity of 98% and a relative density of 96%. 
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Table 1 



Ex. 


Composition of Heating Element 


Properties 




Composition Formula 


X 


y 


z 


x+y 


y+z 


Porosity 
(%) 


Bending strength 
(kgf/mm 2 ) 


1 


Lao.98Cao.02do.85Alo.15O3 


0.02 


0 


0.15 


0.02 


0.15 


4 


15 


2 


Lao .98^30 .02^0.85^0.1 5^3 


0.02 


0 


0.15 


0.02 


0.15 


4 


15 


3 


La(j .98^0 .02^0.85^0.15^3 


0.02 


0 


0.15 


0.02 


0.15 


4 


15 


4 


La o.98^i'o.02Cro^o Al o.io03 


0.02 


0 


0.10 


0.02 


0.10 


5 


14 


5 


Lao.99SrooiCro.65M90.O5Aio.30O3 


0.01 


0.05 


0.30 


0.06 


0.35 


6 


13 


6 


LaCro.goMgo.05Alo.35O3 


0 


0.05 


0.35 


0.05 


0.40 


6 


14 


7 


Lao.98Cao.02Cro.s5Alo.15O3 


0.02 


0 


0.15 


0.02 


0.15 


4 


15 


8 


L ao.99 Sr O.OlCro.65 M 90.05 A, 0.30 0 3 


0.01 


0.05 


0.30 


0.06 


0.35 


6 


13 


9 


La o.99Sro.oiCro.65 M 9o.o5 A! o.3oC3 


0.01 


0.05 


0.30 


0.06 


0.35 


6 


13 


10 


La0.99sr001cr0.65M90.05AI0.3oc3 


0.01 


0.05 


0.30 


0.06 


0.35 


6 


13 


11 


Lao.99Sro.01 Cro.esMgo.osAlo .30C3 


0.01 


0.05 


0.30 


0.06 


0.35 


6 


13 


12 


Lao.99sro.01cro.65Mgo.05Alo.3003 


0.01 


0.05 


0.30 


0.06 


0.35 


6 


13 



Comparative Example 1 

An electric furnace was produced using three commercially available cylindrical heating elements made of a lan- 
thanum chromite in place of the hollow lanthanum chromite ceramic element used as the heating element 1 in the elec- 
tric furnace of FIG. 2 in Example 1 . The three heating elements measured 5 mm in the outer diameter, 23 mm in the 
length of a heat-generating portion, and 60 mm in the entire length (the composition of a heat-generating portion: 
Lao gsCao oaCrC^, the composition of a terminal portion: Lao^oCao ioCrOa, the porosity of the heat-generating portion: 
14%, the bending strength of the heat-generating portion: 7 kgf/mm 2 and the electrodes and metallic lead wires being 
made of silver) (product of Nikkato Corp., trade name "KERAMAX"). The three heating elements were laid outside a 
furnace tube 6 (one made of the same material with the same size as in Example 1). The furnace tube 6 had the same 
effective internal volume as the electric furnace of Example 1 . A refractory made of the same material as used in Exam- 
ple 1 (1 00 mm in the outer diameter, 23 mm in the inside diameter and 40 mm in the length) was arranged as a heat- 
insulating material 7 outside the three heating elements. 

Comparative Example 2 

An electric furnace was produced in the same manner as in Example 1 with the exception of using, as a heating 
element 1 , a hollow element of a lanthanum chromite ceramic having the same composition and the same properties 
as the material used in Example 1, but lacked a terminal portion. The hollow element measured 5 mm in the inside 
diameter, 7 mm in the outer diameter and 30 mm in the entire length. 

Comparative Example 3 

An electric furnace was produced in the same manner as in Example 1 except that a furnace tube was not inserted 
in the empty space in the interior of a heating element 1 in the electric furnace of Example 1 . 

Test Example 1 

The electric furnaces produced in Examples 1 to 12 and Comparative Examples 1 to 3 were heated to 1 ,650°C in 
the center of effective heating chamber of the electric furnace, and there were determined: electric power consumption; 
the length of a temperature zone showing a temperature not lower than 1 ,500°C in the furnace (length of soaking zone); 
and a time period involved until the breakdown of the heating element The results are shown in Table 2. 
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Table 2 



15 





Performance of Electric Furnace 




Electric power consump- 
tion AAA 


Length of soaking zone 


Duration of life (hr) 


I Ex. 








1 


1 CO 


10.0 


l,4oU 


2 




19.0 


>2,000 


3 


tlu 


OA 4 

20.1 


>2,000 


4 


118 


io.9 


1,880 


5 


110 


19.5 


>2,000 


o 


112 


19.4 


1,700 


7 


1 13 


iy.«* 




8 


1 14 


ly.o 


820 


g 


109 


20.2 


>2,000 


m 

1U 


112 


19.5 


1,650 


1 1 


113 


19 4 


1 finn 


12 


110 


19.7 


>2,000 


Com. Ex. 








1 


298 


14.1 


390 


2 


160 


17.4 


480 


3 


148 


18.0 





As seen from Table 2, the electric furnaces of Examples 1 to 12 showed good durability and had a long length of 
soaking zone. Further advantageously, these furnaces had such high strength that they exhibited high durability even 

35 when repeating a cycle consisting of raising the temperature from 1,000°C to 1,650°C in 3 minutes, maintaining the 
temperature at 1.650°C for 3 minutes and lowering the temperature to 1,000*C in 3 minutes. The electric furnace of 
Example 2 noticeably reduced the electric power consumption in heating to 1,650°C due to the arrangement of a 
molded product of alumina fibers as a heat-insulating material and a layer of alumina ceramic having a purity of 99.5% 
and a relative density of 97% inside the molded body. In addition, the contamination or reaction of the heating dement ) 

40 with fragments of molded product was inhfoited by the alumina ceramic layer between the heating dement and the 
molded product of alumna fibers, whereby the duration of life was markedly extended. In the electric furnace of Exam- 
pie 3, the length of soaking zone was extended by enlarging the cross-sectional area of only the central portion of the 
heat-generating portion on a plane perpendicular to the longitudinal direction of the heating element In the electric fur- 
nace of Example 4, a slit 1 1 of 1 mm width for entry of an object to be heated was formed over the entire length of all } 

45 of a molded product 7 of alumina fibers, an alumina tube 10 arranged outside the heating element 1 , the heating ele- 
ment 1 and a furnace tube 6 inserted in the empty space in the interior of the heating element 1 . The electric furnace 
of Example 4 had a long length of soaking zone and high durability lite that of Example 3. The electric furnaces of 
Examples 5 to 12 had excellent performance lite that of Example 3. 

The electric furnace of Comparative Example 1 had a structure wherein three commercial cylindrical heating ele- 

so ments are laid outside a furnace tube 6. The electric furnace of Comparative Example 1 had an outer diameter of 1 00 
mm and was very large, expensive and narrow in the length of soaking zone as compared with the furnace of the 
present invention. In the elevation of temperature to 1 ,650°C, the furnace of Comparative Example 1 required about 1 .9 
times the electric power consumed by and 3 times the period of time taken by the furnace of the invention. Further, the 
furnace of Comparative Exarrple 1 was inferior in durability. When the temperature was repeatedly raised or lowered, 

55 the furnace of Comparative Example 1 was poor in response particularly to the elevation of temperature and consumed 
greater electric power, consequently showing merely about 1/3 the durability of the furnace of the invention. In the elec- 
tric furnace of Comparative Example 2, the electrodes were exposed to high temperatures because of the lack of a ter- 
minal portion on the heating element so that the electrodes and leading wires were appreciably degraded, thereby 
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reducing the dur ; of the furnace. In the electric furnace of Comparati \tple 3, Cr vapor was diffused in the 
furnace because W -utk of a furnace tube, inhibiting heat treatment in a cle^ iosphere so that the long-time dura- 
bility test was stopped after 1 00 hours. 

5 Examples 13 to 21 

The electric furnaces shown in FIG. 10 were produced in the same manner as in Example 3 except that a heating 
element 1 was produced from a lanthanum chromite ceramic having the composition and the properties indicated in 
Table 3. 
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Comparative Example 4 



The electric furnace shown in FIG. 10 was produced in the same manner as in Example 3 except that a heating 
element 1 was produced from a lanthanum aluminate ceramic having the composition and the properties indicated in 
is Table 3. 



Table 3 





Composition of Heating Element 


Properties 




Composition Formula 


x 


y 


z 


x+y 


y+z 


Porosity 
(%) 


Bending 
strength 
(kgf/mm 2 ) 


Ex. 


















13 


Lao 58^0.02^03 


0.02 


0 


0 


0.02 


0 


14 


7 


14 


Lao.8sSro.i5Cro.8o M 9o.io A, o.io03 


0.15 


0.10 


0.10 


0.25 


0.20 


5 


13 


15 


La o^8Sro.o2 Cr o^o A *o.io03 


0.02 


0 


0.10 


0.02 


0.10 


5 


14 


16 


La 050 Ca 0.10CT0.65 Al 0.35 O 3 


0.10 


0 


0.35 


0.10 


0.35 


4 


15 


17 


La 0595 Sr 0.005 Cr 0.65 M 90,05 Mq.ZcP3 


0.005 


0.05 


0.30 


0.055 


0.35 


5 


15 


18 


L ao^9^o.oiC''o^oM9o.io AI o.io03 


0.01 


0.10 


0.10 


0.11 


0.20 


5 


14 


19 


Lao^gCao.oi Cro.8sM90.10Alo.02O3 


0.01 


0.10 


0.02 


0.11 


0.12 


6 


13 


20 


^58^0.02^0.78^90.02^0:2003 


0.02 


0.02 


0.20 


0.04 


0.22 


2 


14 


21 


La0^8 Pr 0.10 Sr 0.020To78 M 9o.02 ^0.2003 


0.02 


0.02 


0.20 


0.04 


0.22 


3 


14 


Com. Ex. 


















4 


la QJ95 Ca Q.05& 0.35^0.05^.6003 


0.05 


0.05 


0.60 


0.10 


0.65 


3 


15 



Test Example 2 

45 The electric furnaces produced in Examples 13 to 21 and Comparative Example 4 were heated to 1 ,650°C in the 
center of effective heating chamber in the furnace, and there were determined: electric power consumption; a length of 
a temperature zone showing a temperature not tower than 1 ,500°C in the effective heating chamber (length of soaking 
zone); and a time period involved until the breakdown of the heating element The results are shown in Table 4. 

so 
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) 


Table 4 


\. .. ■** 




Performance of Electric Furnace 




Electric power consump- 
tion (Wl 


Length of soaking zone 

\t l u l \J 


Duration of life (hr) 


Ex. 








13 


116 


1Q 4 




14 


11fi 




DoU 


15 


1 1U 




„0 AAA 


16 


115 


19 6 


1 7on 


17 


113 


1Q ft 


1 Rdn 


18 


111 


19.2 


>2,000 


19 


115 


19.3 


1,850 


20 


112 


19.7 


>2,000 


21 


113 


19.4 


>2,000 


Com. Ex 








4 


116 


19.2 


300 



25 

The electric furnaces of Examples 13 to 21 were superior in durability and had a long length of soaking zone. Fur- 
ther advantageously, these furnaces had such high strength that they showed high durability even when repeating a 
cycle consisting of raising the temperature from 1,000°C to 1,650°C in 3 minutes, maintaining the temperature at 
1 ,650°C for 3 minutes and towering the temperature to 1,000°C in 3 minutes. Particularly when using a ceramic having 
30 a specif ic composition represented by Lai. x A x Cr i-y-z M 9y A, z03. the evaporation of Cr component was more inhibited 
and the electric furnace was provided as a low-current driving type, so that the durability of the furnace was noticeably 
improved. 

The electric furnace of Comparative Example 4 had a heating element 1 made of a lanthanum aluminate ceramic 
in the form of a substitutional solid solution involving a large substitution amount of AJ component Thus, the furnace 
35 was very low in durability. 

Claims 

1 . An electric furnace comprising: 

40 

a heating element which is a hollow element made of a lanthanum chromite ceramic and opened at both ends; 
a heat-insulating material laid outside the heating element; and 
a hollow ceramic member placed in the empty space in the interior of the heating element 
said heating element having, at both ends, terminal portions which are larger in the cross-sectional area of the 
45 ceramic on a plane perpendicular to the longitudinal direction of the element than a central portion of the ele- 

ment, high-temperature electrodes and metallic lead wires being attached to the terminal portions, the portion 
between the terminal portions being used as a heat-generating portion, and the empty space in the interior of 
the hollow ceramic member being used as an effective heating chamber. 

so 2. The electric furnace according to claim 1 , wherein the lanthanum chromite ceramic for forming the heating element 
is a sintered product represented by the formula 

Lai-A<>i- y - z MgyA z 03 

55 in which A is at least one of Ca and Sr, 0^0.12, 0^.20, 0<z^0.50, 0.005^x+y^020 and 0.03^y+z^0.50, the 
sintered product having a porosity of 1 0% or less. 

3. The electric furnace according to daim 2, wherein the lanthanum chromite ceramic for forming the heating element 
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is in the forrr. ybstitutional solid solution of the sintered product of t * jla La 1 -xA x Cr 1 . yL2 Mg y AI 2 0 3 in which 
1 to 35 mole%,^ ta is substituted with at least one of yttrium and rare . cements of atomic numbers 58-71 . 

The electric furnace according to any one of claims 1 to 3, wherein the empty space in the interior of the heating 
element has a cross-sectional area of 1 to 2,000 mm 2 on a plane perpendicular to the longitudinal direction of the 
heating element. 

The electric furnace according to any one of claims 1 to 4, wherein the high-temperature electrodes and metallic 
lead wires are made of platinum, rhodium or a platinum/rhodium alloy. 

6. The electric furnace according to any one of claims 1 to 5, wherein the hollow ceramic member to be placed in the 
empty space in the interior of the heating element is made of alumina, mullite, spinel, stabilized zirconia, magnesia 
or yttria which have a purity of at least 95% and a relative density of at least 93%. 

75 7. The electric furnace according to any one of claims 1 to 6, wherein the heat-insulating material is made of at least 
one member selected from the group consisting of alumina, alumina/silica and zirconia materials, the heat-insulat- 
ing material being in the form of refractory brick, refractory heat-insulating brick, castaWe refractories or moldings 
of ceramic fibers. 

20 8. The electric furnace according to any one of claims 1 to 7, wherein the cross-sectional area of the ceramic of the 
heat-generating portion on a plane perpendicular to the longitudinal direction of the heating element is partly varied 
in the range in which the heat-generating portion is smaller in the cross-sectional area of the ceramic on a plane 
perpendicular to the longitudnal direction of the heating element than the terminal portions. 

25 9. The electric furnace according to any one of claims 1 to 8, wherein for entry of an object to be heated, a hole or a 
slit is formed over part of the length or the entire length of the heating element, hollow ceramic member and heat- 
insulating material. 
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